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ELECTROMAGNETIC WAVE ABSORBER, METHOD OF 
MANUFACTURING THE SAME AND APPLIANCE USING THE SAME 

BACKGROUND OF THE INVENTION y * 6 ^OQj 

5 JLField of the Invention) n ° lo 9i 'Center 26o 0 
The present invention relates to a novel 
electromagnetic wave absorber, a method of manufacturing 
the electromagnetic wave absorber, a composite member and 
an appliance of the electromagnetic wave absorber^ and] , WUu. 

10 particularly^ to an electromagnetic wave absorber comprising 
composite magnetic particles composed of magnetic metal 
grains and ceramics, particularly, fine crystalline grains 
containing at least one kind of material selected from the 
group consisting of non-magnetic or soft magnetic metal 

15 oxides, carbides and nitridesj^ and) y a method of 
manufacturing the electromagnetic wave absorber, a 
composite member using the electromagnetic wave absorber, 
and a semiconductor device, a printed wire board ^_^pn 
optical sending and receiving module, an electronic^ (tall) 

20 collection system and ^electronic device casing using the 
magnetic metal particles . 



(B)D^the present invention, an optical sending module, 
an optical receiving module or an optical sending and 
receiving module integrating the optical sending module and 
25 the optical receiving module (usedj^ in a high speed 
communication network using optical fibers can be obtained, 
and the modules can be made small in size, light in weight, 
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high in processing speed and high in sensitivity by 
suppressing noises emitted to the outside and noise 
interference inside the module. 

^.Description of the Prior Art] ^ ^ ^ J^m^ ^ 

5 In recent years , [the tendency of] high speed 

processing in [the) electronic equipment (is being accelerated), 

and the operating frequency of an ICj such^a^ ^^LSI^og^a 

microprocessor^ £p being^ rapidly increased ,^(and accordingly] 

[^necessary)^noises are likely to be emitted. 

10 Further, in the field of communication, the GHz band 

electromagnetic waves are* £used}j^in the next generation^/ 

multimedia mobile communication (2 GHz) and in wireless 

LANs (2 to 3 0GHz). In the field of the Intelligent 

Transport System (ITS), the Electronic Toll Collection 

15 System (ETC) uses 5.8 GHz electromagnetic wav^ and the 

A 

Advanced Cruise-assist Highway System (AHS) uses 76 GHz 
electromagnetic wave?. It is expected that the range of use 
of (the} high frequency electromagnetic waves will jbej rapidly 
expand ^further [wider] in the future. 

20 As the frequency of electromagnetic waves is increased, 

(thetyelectromagnetic wave is apt to be emitted as a noise. 
6n the other handl, in (the) recent electronic equipment, Q>$)d*** **- ^ 
decrease^ [of) the noise margin due to [reducing of)/ electric 
power consumed by the equipment and by^ decrease (o£)j( immunity 

25 (noise resistance) due to replacement of digital circuits 
to analogue circuits and the tendency of small-sizing and 
high-mounting density, the noise environment inside the 
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equipment deteriorated/ to cause a problem of erroneous 

operation! of the equipment due to electromagnetic 
interference (hereinafter, referred to as EMI), 

Therefore, measures {are^J taken to reduce the EMI 
5 inside the electronic equipment by placing an 
electromagnetic wave absorber in the e^ctronic equipment. 
As an electromagnetic wave absorber for /GHz band, a sheet 
composed of an electrically insulating organic material^ 
such as rubber, a resin or the like^ and a magnetic lossy 
10 material^ such as a soft magnetic metal oxide, a soft 
magnetic metallic material or the like^is mainly used* 

However, the electric resistivity is around 500 to 

1000 JUL 0. • cm^ which is not so high. Therefore, Adecrease of 

the magnetic permeability due to eddy currents in the GHz 

A 

15 region is inevitable. Further, in regard to the complex 
specific dielectric constant, since the imaginary part is 
large compared to the real partjj because the electric , 
resistivity is not sufficiently high, it is difficult to 
adjust the impedance matching. 

20 In general, characteristics required for the 

electromagnetic wave absorber for electronic information- 
and-communication equipment are CD a large reflection 
attenuation coefficient (small reflection coefficient), © a 
wide^J^and capable of absorbing electromagnetic waves; and © °^ 

25 (thin) jthickness . However, no ele^romagnetic wave absorber 
capable of satisfying all [the) ^characteristics has been 
(mater ialize(T^yet . 



4 



In order to attain the above item (Df it is necessary 

that the amount of electromagnetic waves reflected on the 

A 

surface of the absorber is (made) small. In order to do so ^ 
it is necessary to make the value 4~ ( tf- r / e r) of > 
5 characteristic impedance of the substance close to the 
value 4~ ( U 0/ £ 0) of /characteristic impedance of the free 
space. Therein, JUL r is a complex specific magnetic 
permeability JUL r ( JUL r ' + j JUL r " ) , e r is a complex specific 
dielectric constant a r ( a r ' + j a r " ) , and JjL 0 and a 0 are the 

10 magnetic permeability and the dielectric constant of the 
free space, respectively. In order to attain the above item 
(D , it is necessary that the values JUL r ' and JUL r " are 
gradually monotonously decreased with respect to frequency^ 
while the relationship between the values JUL r ' and JUL r " is 

15 being kept nearly constant. In order to attain the above 
item ©/ it is necessary that the amount of attenuation of 
electromagnetic waves inside the substance is made large. In 
order to do so, it is necessary that the real part of the 
propagation constant (r=27Tf(/Z r , a r ) 0 ' 5 ) of the substance is 

20 large, that is, the values of the complex specific magnetic 
permeability and the complex specific dielectric constant 
at a desired frequency are made large. However, as the 
value of the complex specific magnetic permeability becomes 
large, it is difficult to adjust the impedance matching of 

25 the substance with the free space. 

Since the soft magnetic metal oxide material of 
spinel crystal structure as a proven electromagnetic 



absorber has an electric resistivity extremely higher than 
that of the soft magnetic metallic material, the magnetic 
permeability rapidly decreases in the GHz band though the 
reflection by eddy current is small. Therefore, a 
considerably (thic£)^thickness is required in order to well 
absorb the electromagnetic wav^. 

On the other hand, the soft magnetic metallic 
material (ha^ji possibility of [materializing) ^ a thin 
electromagnetic wave absorber^ because the specific magnetic 
permeability is very high. However, in the high frequency 
region, the specific magnetic permeability is substantially 
decreased and the imaginary part of the complex specific 
dielectric constant is substantially increased due to eddy 
current loss because the electric resistivity is low. 
Therefore, the reflection becomes large, and the soft 
magnetic metallic material does not work as an 
electromagnetic wave absorber. 

In order to solve the problem described above, 
Japanese Patent Application Laid-open No. 9-1814 76 proposes 
to use an ultra-fine crystalline magnetic film of a hetero- 
granular structure in which ferromagnetic ultra-fine 
crystalline metallic phases are dispersed in a metal oxide 
phase as an electromagnetic wave absorber in a high 
frequency range. Such a magnetic film is characterized /that 

(the) soft magnetism is [materialized^ by the ferromagnetic 
ultra-fine crystals and (the) high electrical resistivity is 

(materialized^ by the metal oxide phase, and thereby the 
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a, 

eddy-current loss is reduced and (the) A high magnetic 
permeability in the high frequency range can be obtained. 

The method of manufacturing the electromagnetic wave 
absorber is that the soft magnetic metal and oxygen , 
5 nitrogen, carbon are sputtered together with a metal oxide 
phase constitutive element having an affinity with the 
above elements at a time to form an amorphous film 
containing these elements on a substrate such as an organic 
film, and then the film is heat-treated to form ^thi^two- 

10 phase structure by producing the ferromagnetic ultra-fine 
crystals in the metal oxide phase- However, the 
electromagnetic wave absorber has problems in that the cost 
is high because a large film-forming apparatus is required, 
and (tha^Ause of the electromagnetic wave absorber is 

15 limited because of the thin-film structure. 

Japanese Patent Application Laid-Open No. 7-212079 and 
Japanese Patent Application Laid-Open No. 11-354973 disclose 
an electromagnetic wave interference suppresser or an 
electromagnetic wave absorber composed of oblate shaped 

20 soft magnetic metal particles and organic bond. The soft 
magnetic metal particles £-S)X f ormed in an oblate shape having 
a thickness thinner than the^ skin depth to suppress eddy 
current, and ^improvement (o f)|magnetic resonance frequency is 
achieved by the effect of shape magnetic anisotropy, and 

25 improvement [of) ^magnetic permeability is achieved by 
reducing of the demagnetization field caused by the shape. 
As the result, an excellent electromagnetic wave absorption 
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ability is obtained, in the range of several MHz to 1 GHz . 
However, it jls^ not ^ sufficient Jin the) thickness and {the) 
absorption ability as an electromagnetic wave absorber used 
inside {aft> /electronic equipment or used for^ high frequency 
5 region. 

Further, Japanese Patent Application Laid-open No. 9- 
111421 proposes a magnetic material for loading coils which 
obtains high electric resistivity in a high frequency 
region by heat-treating a high magnetic-permeability 

10 amorphous alloy at a temperature above the crystallization 

temperature in an atmosphere containing at least one kincljj^ 
selected from the group consisting of oxygen gas, nitrogen 
gas and ammonia gas to form crystal grains made of (the^igh 
magnetic permeability alloy and oxide or nitride around the 

15 crystal grains. 

Furthermore, Japanese Patent Application Laid-Open 
No. 11-16727 proposes a magnetic thin film for high 
frequency magnetic elements composed of iron having 
ferromagnetism and nickel ferrite having magnetism, and 

20 having a structure of dispersing a magnetic phase in a 
ferromagnetic phase or the ferromagnetic phase in the 
magnetic phase, or laminating the ferromagnetic phase and 
the magnetic phase in a multilayer^. However, [the gazette)^ 
does not propose^ to use the magnetic thin films as an 

25 electromagnetic wave absorber. 

Further, Japanese Patent Application Laid-open No. 9- 
74298 proposes an electromagnetic wave shield material 
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formed by mixing ceramic and magnetic grains in a ball mill 
usingy^silicon nitride ball f and then sintering the mixture. 
However, the jgazette)) does not proposed any electromagnetic 
wave absorber. 

5 Further, in regard to the optical sending and 

receiving module, a preventive measure of internal 
interference caused by sending and receiving [of] noises 
between the optical sending part and the receiving part is 
disclosed in Japanese Patent Application Laid-Open No. 11- 
10 196055. 

SUMMARY OF THE INVENTION 
An object of the present invention is to provide a 
thin electromagnetic wave absorber which (x^) A excellent Q.nj 

15 fth<^ electromagnetic wave absorbing characteristics in the 
high frequency range and (is^manuf acture^^Ehrough less^number 
of production processes, and to provide a method of 
manufacturing the electromagnetic wave absorber, a 
composite using the electromagnetic wave absorber, and^ 

20 appliance using the electromagnetic wave absorber. 

Another object of the present invention is to provide 
an optical sending module, an optical receiving module and 
an optical sending and receiving module which can be made 
small in size, light in weight, high in processing speed 

25 and high in sensitivity using an electromagnetic wave 
absorber which has good applicability, and has 
electromagnetic wave absorption characteristics ^ not (to be) 
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deteriorated even (In a condition of) J transmission speed 
above 2.4 GHz. 

An electromagnetic wave absorber in accordance with 
the present invention is ^characterized by ^ that (th§) 
5 ^electromagnetic wave absorberj ^comprises composite magnetic 
particles preferably having a grain size smaller than 10/^m, 
particularly ^preferably} smaller than 5/lm, in which magnetic 
metal grains and ceramic are unified, preferably , magnetic 
metal grains and ceramic above 10 %, preferably above 20 %, 

10 in volume ratio are unified; and by^that/ composite magnetic 
particles in which a plurality of fine magnetic metal 
grains and ceramic are unified by enclosing the plurality 
of fine magnetic metal grains with {th^j ceramic ; and by ^that^ 
composite magnetic particles in which a plurality of 

15 magnetic metal grain^and ceramic are unified by embedding 
ceramics, preferably {Ir^a (form of) bar-shape, into magnetic 



metal grains . 

That is, an electromagnetic wave absorber 



accordance with the present invention is characterized by* 
20 that (the electromagnetic wave absorber^comprises composite 
magnetic particles in which a large number of fine magnetic 
metal grains, preferably smaller than 0.1 Aim, particularly 
[preferably) smaller than 50 nm, and ceramic above 10 
volume %, preferably 20 to 70 volume %, are unified. 
25 Particularly, the magnetic metal and the ceramic are formed 
in alternatively laminated layers in each grain, and the 
magnetic metal is^fof a) form of complicated shaped particles, 
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and the size of most of the particles is smaller than 100 
nm, and the particles (Is) /enclosed with ^h^" ceramic. The 
complicated shaped particle is formed by gathering fine 
particles having a particle size smaller than 20 nm. Most 
5 of the ceramic is (firmed} ^ in a shape surrounding the 
magnetic particles, and a small amount of the ceramic is 
formed [Iii^bar-shaped grains. 

It is preferable that the magnetic metal is at least 
one kind of metal or alloy selected from the group 

10 consisting of iron, cobalt and nickel, and the ceramic is 
at least one kind of ceramic selected from the group 
consisting ofj^oxide, nitride and carbide of iron, cobalt, 
nickel, titanium, barium, manganese, zinc, magnesium, 
aluminum, silicon, and copper; or that the ceramic 

15 particles are bonded onto the surface of the composite 
magnetic particles to unify the ceramic particles and the 
composite magnetic particles; or that most of the ceramic 
particles exist inside the crystalline grain and the grain 
boundary of the magnetic metal grains. It is preferable 

20 that the magnetic metal is a soft magnetic metal. i/j 

Further, the composite magnetic particles in ^ the 

present invention {Is a)jcomposite magnetic particles in which 

£he)^magnetic metal particle and jth^ceramic are unified by 

embedding and mixing finely in nm-order the grains of A 

<\ 

ceramic ^ such as metal oxide ^ inside (th^/^ magnetic metal 
particle of soft magnetic ultra fine crystals. The high 
magnetic permeability obtained by finely crystallizing the 
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soft magnetic metal and the high electric resistivity 

obtained by dispersing the ultra-fine ceramic grains are 

Jmaterialized)^ at [a) ^time. Therefore, (the)/ high magnetic 

permeability can be maintained and [the) better absorbing 

characteristics are also maintained even in the high 

frequency region. 

Further, since the composite magnetic particle [has a) 

^orm of) ^alternatively laminating (the)^ soft magnetic metal 

phase and ^th^ a metal oxide ph§se, the width of the soft 

magnetic metal phase (becomes) below the skin depth p and^ 

accordingly^ there is an effect equivalent to dispersing 

soft magnetic metal powder having a thickness below the 

skin depth. Therefore, the eddy currents can be reduced, and 

A 

(the) electromagnetic waves can be efficiently taken in. 

A 

Further, by changing the mixing ratio and the combination 
of the metal oxide phase and the ferromagnetic ultra-fine 
crystalline metallic phase, the parameters relating to the 
characteristic of electromagnetic wave absorption of 
complex specific magnetic permeability and the complex 
specific dielectric constant can be comparatively freely 
controlled, and ^ therefore, ^ better characteristic of 
electromagnetic absorption can be obtained in a target 
frequency band. 

In regard to the mixing ratio of the added ceramic 
particles, when the volumetric mixing ratio of ceramics is 
below 20 volumetric % to that of the soft magnetic metal 
particles, the electric resistivity is not improved 
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sufficiently. Further , when the volumetric mixing ratio of 
non-magnetic ceramics is above 80 volumetric %, the 
magnetic permeability of the composite magnetic particles 
is decreased ^ excessively low to deteriorate the 
5 characteristic of electromagnetic wave absorption. From 
these facts, it is preferable that the volumetric mixing 
ratio of ceramics is 30 to 60 volumetric %. 

In ^the present invention, the magnetic metal powder 
and the ceramic powder are unified by mixing them with each 
10 other in an ultra-fine state through the mechanical 
alloying method. The method of manufacturing an 
electromagnetic wave absorber in ^cordance with the 
present invention is characterized by jAthat (th^> composite 
magnetic particle^, in which the magnetic metal grains and 
15 the ceramic, preferably, above 10 % in volume ratio ^ are 
unified^ are formejdj. Further, the method of manufacturing 
an electromagnetic wave absorber in accordance with the 
present invention (is) what is called [as the) mechanical 
alloying method in which a composite powder^ composed of (the)\ 
20 magnetic metal powder and (the^ceramic powder, and metallic 
balls or ceramic ballsQisize of the balls {be ingj \ larger than^ 
grain size of the metallic powder, ^/amount of [thej balls 
(beingT)^ larger than |art) amount of the composite powder, 
pref erably , /\ a ratio of 50 to 100 (pfj balls to 1 of the 
25 composite powder in weight (are contained into a pot, andj. 
ihe pot is ^rotated at a high speed, preferably 1500 to 3000 



(unifies)^ th 



rpm to mix and [unif iesh the magnetic metal powder and the 
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ceramic powder in an ultra-fine state by jadcT^strong energy 
to the powders. By (t he ji method , the composite magnetic 
particles^^n which the plurality of fine magnetic metal 
grains and/ceramic are unified (are formed). 

That is, the method of manufacturing the 
electromagnetic absorber ^^^j^ccordance with the present 
invention x characterized by /\that the composite magnetic 
particles , in which more than 10 % of the ultra-fine 
magnetic metal grains and the ceramic particles are 
dispersed, are formed through [the) method generally called 
^as)^alloying method in which the composite powder composed 
of the magnetic metal powder and the ceramic powder is 
mixed and unified into an ultra-fine state. Since the 
composite magnetic particles have a high electric 
resistivity in the high frequency region [by forming} ^the 
ultra-fine state, a high magnetic characteristic can be 
obtained. Therefore, high electromagnetic wave absorption 
characteristic can be obtained. 

The electromagnetic wave absorber in agcorJ,ance with 
the present invention is characterized by A that the 
composite magnetic particles described above, preferably, 
20 to 70 weight % of the composite magnetic particles^ are 
dispersed in a material having an electric resistivity 
higher than (ai1> a electric resistivity of the composite 
magnetic particles, particularly, a resin, an insulation 
paint or a ceramic sintered material. Therein, the reason 
why the composite magnetic particles are dispersed in a 
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material having an electric resistivity higher than that of 
the composite magnetic particles is that the electric 
resistivity of the composite magnetic particle itself is 
not small enough to^(be satisfied as the) electromagnetic 
5 wave absorber, and (that] the freedom of designing the 
electromagnetic wave absorber is increased by changing the 
mixing ratio of the composite magnetic particles. It can be 
said from [the); viewpoint that the composite magnetic 
material is better in a particle form than in a thin film 
10 form. 

From the above, the electromagnetic wave absorber in 
accordance with the present invention A composed of [the) 
composite magnetic particles i can be widely used in various 



^(use~7\ for example, ^radiating (noise] in a semiconductor 



A 

15 element (level) can be prevented by mixing the 
electromagnetic wave absorber in a sealing resin of a resin 
sealing type semiconductor package; or k electromagnetic waves 
generated in an electronic circuit board itself can be 
absorbed by mixing the electromagnetic wave absorber into 

20 an electronic circuit board made of resirv or an electronic 
circuit board made of ceramic^ (of) a (meal)/* oxide; or^ internal 
interference can be prevented by applying the 
electromagnetic wave absorber together with an insulation 
paint onto an inner surface of an electronic casing made of 

25 a metal. 

A composite member in accordance with the present 
invention is characterized by ^that the composite member 
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comprises {the) composite magnetic particles having a grain 
size smaller tihan 10/Zm in which the plurality of magnetic 
metal grains | ceramic above 20 % in volume ratio are 
unified; or ^ (Ehe) composite magnetic particles in which ^.he)^ 
5 plurality of fine magnetic metal particles and [the] ceramic 
are unified by enclosing the plurality of fine magnetic 
metal grains with the ceramic; or (the) ^composite magnetic 
particles in which the magnetic metal grains and the 
ceramic are unified by embedding bar-shaped ceramics into 

10 the magnetic metal grains. 

A composite member i|^ ^cordance with the present 
invention is characterized by / that the composite member 
comprises any one of or £ combination of jtjie} composite 
magnetic particles having a grain size smaller than 10/zm in 

15 which the magnetic metal grains and the ceramic, preferably 
above 10 % in volume ratio, are unified; and [the] composite 
magnetic particles in which the plurality of fine magnetic 
metal particles and the ceramic are unified by enclosing 
the plurality of fine magnetic metal grains with the 

20 ceramic; and (the) composite magnetic particles in which the 
magnetic metal grains and the ceramic are unified by 
embedding ceramics into the magnetic metal grains. The 
composite member can be manufactured through a method 
similar to that described above. 

25 The present invention relates to a composite member 

formed by compounding composite magnetic particles, in 
which magnetic metal grains and ceramics are unified, and a 
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material having an electric resistivity higher than that of 
the composite magnetic particle^. 

Further , the present invention relates to a composite 
member formed by compounding composite magnetic particles , 
5 in which magnetic metal grains and ceramics are unified, 
and at least one kind of a resin having an electric 
resistivity higher than that of the composite magnetic 
particle^ alumina and silica. 

It is preferable that the ceramic is contained/^ 10 to 
10 75 vol% in the composite magnetic particlejT) and 

A 

granular structure dispersed in the magnetic metal grains. 
Further, in J^the present invention, it is preferable that 
the composite magnetic particles are formed by unifying 
fine crystals of a magnetic metal having an average grain 

15 size below 50 nm, preferably, below 20 nitij and ceramics of 
above 10 volume %, preferably, 15 to 70 volume %, and that 
an average crystal grain size of the composite magnetic 
particle is smaller than 50 nm. Further, the materials of 
the magnetic metal grains and the ceramic are the same as 

20 described above. 

The electromagnetic wave absorber is characterized by| 
that the surface of the composite magnetic particle^s is 
coated with a ^aterial having an electric resistivity 
higher than (ari) A electric resistivity of the composite 

25 magnetic particl^; and that the composite magnetic particles 
(ha§)^an aspect ratio larger than 2^ and (ha^ an oblate shape; 
and that the composite magnetic particles are uniformly 
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dispersed in the material having (the) A high electric 
resistivity; and that the oblate composite magnetic 
particles are oriented in one direction in the material 
having ^he^high electric resistivity; and that the material 
5 having ^th^vhigh electric resistivity is a polymer material 
or a ceramic sintered material. 

By forming the composite magnetic particle so as to 
have (thej^ structure ^that the ceramic phase having ^the}^high 
electric resistivity encloses (around) the ultra-fine 

10 magnetic metal crystals, as described above , the electric 
resistivity can be improve^ in the GHz region compared to 
the ^single phase metal particle^, and^ in addition y the 
complex specific magnetic permeability can be also improved. 
Therein, when the crystal grain size of the magnetic 

15 metal composing the composite magnetic particle^ the 
exchange interaction between metal crystals is weakened to 
deteriorate the soft magnetic characteristic. Therefore, 
the magnetic permeability is decreased , and the electric 
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resistivity is increased. 

<\ 

As (the^result, the crystal grain size of the magnetic j/j 

metal composing the composite magnetic particles in * the 

A r 

present invention is preferably below 50 nm, particularly 
preferably below 20 nm. 

Further, by controlling the volume ratio of the 

25 ceramics in the composite magnetic particle^, the parameters 

A 

relating to the electromagnetic wave absorption 
characteristic of the complex specific magnetic 
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permeability and the complex specific dielectric constant 
can be controlled. Therefore, a good electromagnetic wave 
absorption characteristic in a target frequency band can be 
obtained. When the volumetric mixing ratio of ceramic to 
5 the magnetic metal is below 10 volume %, the complex 
specific magnetic permeability becomes high because the 
electric resistivity is not sufficiently increased, but the 
complex specific magnetic permeability is rapidly decreased 
in the GHz region because of eddy current loss. Further, 

10 the imaginary part of the complex specific dielectric 
constant becomes too . large to obtain A sufficient 
electromagnetic wave absorption characteristic. 

Particularly in the case where the ceramic phase is non- 
magnetism, when the volumetric mixing ratio of the ceramic 

15 exceeds 7 0 volume %, the real parts of the complex specific 
magnetic permeability and the complex specific dielectric 
constant of the composite magnetic particle are decreased 
too low. Therefore, in order to obtain A, sufficient 
electromagnetic wave absorption characteristic, the 

20 electromagnetic wave absorber needs to have a rather (thicl^>^ :A - > ^ 
thickness, ^Fromjjthe above reason, it is preferable that the 



volumetric mixing ratio of the ceramic is 15 to 70 volume % 
to the soft magnetic metal grains. 

The electromagnetic wave absorber in ac|o^nce with 
25 the present invention is characterized by / that the 
composite magnetic particles of, preferably, 20 to 80 
volume % are dispersed in a materal having an electric 
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resistivity higher than the composite magnetic particle^ 

A 

particularly , a resin, an insulation paint or a ceramic 

sintered material • 

In J^the present invention, by forming the composite 

5 magnetic particles so as to have^fthe) structure ^ that the 

ceramic phase having (the)|\high electric resistivity encloses 

. ^roun3) the fine magnetic metal crystals, the electric 

resistivity can be improved in the GHz region compared to 

A 

the commonly used single phase metal particle, and ^ in 

10 addition^ the complex specific magnetic permeability can be 

also improved. 

Further, by controlling the volume ratio of the 

ceramics in the composite magnetic particle^ the parameters 

A 

relating to the electromagnetic wave absorption 
15 characteristic of the complex specific magnetic 
permeability and the complex specific dielectric constant 
can be controlled. Therefore, a good electromagnetic wave 
absorption characteristic in a target frequency band can be 
obtained. When the volumetric mixing ratio of the ceramic 
20 phase to the magnetic metal phase is below 20 volume %, the 
electric resistivity is not sufficiently increased. 
Particularly, when the volumetric mixing ratio of the 
ceramic exceeds 70 volume %, the magnetic permeability of 
the composite magnetic particle is decreased too low. 
25 Therefore, the thickness of the electromagnetic wave 
absorber can not be made thinner. (From^the above reason, it 
is preferable that the volumetric mixing ratio of the 
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ceramic is 2 0 to 70 volume % to the soft magnetic metal 
grains. 

The reason why the composite magnetic particles are 
dispersed in the material having an electric resistivity 
5 higher than that of the composite magnetic particle is CD 
that the electric resistivity of the composite magnetic 

fa pA^rv^ 

particle itself is not sufficiently high ^ as (theJ^N 
electromagnetic wave absorber, and (D that the real part of 
the complex specific dielectric constant can be made large 

10 because a micro capacitor fusing the composite magnetic 
particle (as the)/\ electrode {is formed), and ® that the 
frequency characteristics of the complex specific magnetic 
permeability and the complex specific dielectric constant 
can be controlled by controlling the particle shape and the 

15 dispersing form of the composite magnetic particles, and (D 
that the frequency characteristics of the complex specific 
magnetic permeability and the complex specific dielectric 
constant can be controlled by controlling the ^^umetric 
mixing ratio of the composite magnetic particles/ to the 

20 insulation resin. 

In j^the present invention, the three phase structure 
of the magnetic metal phase, the high electric resistivity 
ceramic phase and the insulation material which is formed 
by unifying the composite magnetic particles with the 

25 insulation material having an electric resistivity higher 
than that of the composite magnetic particle is preferable 
compared to the two layer structure such as the composite 
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body of magnetic metal single phase particles and 
insulation resin or the composite body of magnetic metal 
single phase particles and ceramic. 

Therein, in order to further improve - the 
5 electromagnetic wave absorption characteristics , it is 
preferable that ^l^^shape of the} composite^ magnetic 
particle is formed^ (In) an oblate shape ^Ea^vinq)/ an aspect 
ratio larger than 2 and a thickness (thinner)/\ than the skin 
depth, and the oblate composite magnetic particles are 

10 orientated in the material having the high electric 
resistivity. That is, the electromagnetic wave absorption 
characteristics can be further improved and thinning of the 
electromagnetic wave absorber can be attained by 
suppressing of the rapid decrease in the complex specific 

15 magnetic permeability due to eddy currents, and by 

K 

increasing of the magnetic permeability by decreasing the 
effect of ^demagnetizing field due to the particle shape and 
increasing of the magnetic resonance frequency by the shape 
magnetic anisotropy, and by improving the real part of the 

20 complex specific dielectric constant by increasing the area 
of the capacitor electrodes. 

The methods of unifying the fine crystal grains of 
the magnetic metal (hereinafter, referred to as magnetic 
metal grains) and the ceramic applicable to the present 

25 invention are as follows. That is* the mechanical alloying 
method; and a method (tha£)^ an alloy powder, which is 
composed of a magnetic metal and an element having an 
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affinity with oxygen^ nitrogen and carbon higher than the 
magnetic metal and j, has a high content of any one of these 
gas elements, is fabricated through the atomizing method, 
and then the soft magnetic metal phase and the ceramic 
5 phase are separately produced by performing heat treatment 
of the alloy powder; and a method (tha€)/an alloy powder, 
which is composed of a magnetic metal and an element having 
an affinity with oxygen, nitrogen and carbon higher than 

\jXLX 

the magnetic metal and ^has a high content of any one of 

10 these gas elements, is fabricated through the atomizing 
method, and then heat treatment of the alloy powder is 
performed in a gas atmosphere containing any one of oxygen, 
nitrogen and carbon; and a method (that}; the soft magnetic 
metal phase and the ceramic phase are separately produced; 

15 and a sol-gel method using metal alkoxide* The 
manufacturing method is not limited to the above-described 
methods, but a manufacturing method capable of finally 
obtaining the composite magnetic particles composed of the 
magnetic metal grain phase and the high electric 

20 resistivity ceramic phase^. 

In order to increase the electric resistivity of the 
composite magnetic particle itself, it is possible that a 
high electric resistivity filing such as an oxide film or a 
nitride f ilm^ is formed on the surface of the composite 

25 magnetic particle at the same time [producing] the composite 
magnetic particle^. 

Further, it is possible to coat the surface of the 
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composite magnetic particle with a material having a higher 
electric resistivity through a mechanical unifying method, 
preferably through the mechano-f usion method using a kind 
of shearing type mill. 
5 The composite magnetic particles are kneaded with an 

insulation polymer material of 30 to 80 volume %. (AS^the 
preferable insulation polymer materials are polyester group 
resins; polyvinyl chloride group resins; polyvinyl butylal 
resin; polyurethane resin; cellulose group resins; 

10 copolymer of these resins; epoxy resin; phenol resin; amide 
group resins; imide group resins; nylon; acrylic resin; 
synthetic rubber; and so on. Epoxy resin is preferable. 
When the volumetric filling ratio of the composite magnetic 
particles fv to the resin is above 50 vol %, the electric 

15 resistivity of the resin composite body is decreased due to 
contact between the composite magnetic particles themselves. 
Therefore, it is necessary to add, at a time, a coupling 
treatment agent of silane group, alkylate group or titanate 
group, or a magnesium phosphate-borate insulation treatment 

20 agent. 

As described above, by coating the surfaces of the 
composite magnetic particles with [the) high electric 
resistivity material using the surface oxidation method, 
the mechanical unifying method or the chemical surface 
25 treatment method solely or in combination, the real parts 
of the complex specific magnetic permeability and the 
complex specific dielectric constant can be improved and 
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the electromagnetic wave absorptivity can be improved (witfi)* 
keeping the electric resistivity at a constant value even 
if the mixing ratio of the composite magnetic particles^ to 
the resin is increased. 
5 The following applications of the electromagnetic 

wave absorber of the present invention arej ^onsi^ered), 

(1) In a semiconductor integrated device off resin seal 
type, the composite magnetic particles are mixed in the 
sealing resin to suppress radiant noises in a semiconductor 

10 element level. 

(2) In a printed wiring board, the paint comprising the 
electromagnetic wave absorber of the present invention is 
directly applied or a film (formed^ the paint j( infift a sheet- 
shape is attached onto a part of or the whole of both of 

a 

15 ^h^\surface having a wiring circuit formed thereon and (th^\ 
surface of the insulation board not having (the)A wiring 
circuit form an electromagnetic wave absorption layer. 
Thereby, / occurrence of noised ^ such as a cross-talk^ 
[phenomenonj due to electromagnetic waves generated from the 

20 printed wiring circuit board can be suppressed. 
Particularly, high density and high integration of a multi- 
layer wiring circuit board can be attained with high 
reliability. ^Wherein^ the multi-layer wiring circuit board 
is f that a first-layer wiring layer is formed^ at least one 

25 side main surface of the semiconductor board, an insulation 

\ 

film ^beingjA formed on the surface of the first-layer wiring 
layer, a second-layer wiring layer electrically connected 
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to the first-layer wiring layer through a via-hole ^being]^ 
formed on the insulation f ilm, ^ this (laying] process (Eeing^ 
repeated to form multi-layer wiring circuits. 
(3) A cap made of the composite magnetic particles and 
5 the material having an electric resistivity higher than 
that of the composite magnetic particles is mounted on a 
printed wiring board so as to enclose a semiconductor 
element (of)j noise source. Thereby, the electromagnetic waves 
emitted from the semiconductor element can be efficiently 

10 absorbed and the electromagnetic wave internal interference 
can be suppressed. 

The insulation paint containing the composite 
magnetic particles is applied onto the inner surface of a 
metal electronic equipment casing, or an electronic 

15 equipment casing formed of the composite magnetic particles 
and ^ resin is used. Thereby, the electromagnetic wave 
internal interference can be suppressed. 

Further, the present invention is characterized by a 
semiconductor device in which a semiconductor element 

20 mounted on a printed wiring board is sealed with a resin 
containing an electromagnetic wave absorber, wherein the 
resin in the side of the element is covered with a resin 
free from the electromagnetic wave absorber. The present 
invention is also characterized by a printed wiring board 

25 comprising a wiring circuit on an insulation board, and the 
circuit is covered with an insulation layer, wherein layers 
comprising an electromagnetic wave absorber are formed on a 
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surface of the insulation boarci opposite to the surface 
having the wiring circuit formed ) and on the insulation 
layer. 

Further , the semiconductor device of the present 
5 invention is^ that a semiconductor element mounted on a 
printed wiring board is covered with a metal cap of which 
an inner peripheral surface is formed of an electromagnetic 
wave absorber; or \that) a semiconductor element mounted on a 
printed wiring board is covered with a cap having an 

10 electromagnetic wave absorber; or ^that] a printed wiring 
board and a semiconductor element mounted on the board are 
covered with a casing having an electromagnetic wave 
absorber. It is preferable that the material described 
above is used for the electromagnetic wave absorber used in 

15 each of the semiconductor devices of the present invention. 

In /.the present invention, in an optical sending or 
receiving module comprising an electric-optical converter 
used for a high speed communication network, by covering an 
optical sending element or an optical receiving element and 

20 the related circuit with an electromagnetic wave absorber 
having (the) composite magnetic particles and the ceramic , or 
with an electromagnetic wave absorber in which the 
composite magnetic particles and a material having an 
electric resistivity higher than that of the composite 

25 magnetic particle are unified, the electromagnetic wave 
emitted outside the module and the noise interference 
inside the module can be suppressed. The electromagnetic 
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wave absorber used in |the present invention is the same as 
described above* 

According to the present invention, the 
electromagnetic wave absorber composed of the composite 
5 magnetic particles in which the magnetic metal and the non- 
magnetic or magnetic ceramics are unified in ultra-finely 
dispersal ^ can obtain the remarkable effect^' having an 
excellent electromagnetic wave absorption characteristic 
compared to the electromagnetic wave absorber made of the 

10 simply mixed powder. 

Further , according to the present invention, the 
electromagnetic wave absorber is formed by unifying the 
composite magnetic particles, each of which is composed of 
fine crystal grains of the magnetic metal (the magnetic 

15 metal grains) and the ceramic phase, particularly, fine 
crystal grains including at least one kind of non-magnetic 
or magnetic oxide, carbide and nitride, and the material 
having an electric resistivity higher than that of the 
composite magnetic particleF. The electromagnetic wave 

20 absorber has a good electromagnetic wave absorption 
characteristic in the high frequency region, particularly, 
inj\ GHz region, and can be formed (in)Aa thin electromagnetic 
wave absorber, and can ^sufficiently suppress electromagnetic 
wave interference insideAelectronic equipment. 
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BRIEF DESCRIPTION OF DRAWINGS 
FIG. 1 is a microscopic photograph (TEM photograph) 
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showing a cross section of [an) Fe-Si0 2 magnetic composite 
grains in accordance with the present invention. 

FIG. 2 is a graph showing a measured result of the 
frequency characteristics of the magnetic permeability of 
5 magnetic composite grains in accordance with the present 
invention and the magnetic permeability of a comparative 
mixed powder. 

FIG. 3 is a graph showing a measured result of the 
frequency characteristics of the dielectric constant of the 
10 magnetic composite grains in accordance with the present 
invention and the dielectric constant of the comparative 
mixed powder. 

FIG. 4 is a graph showing a measured result of the 
frequency characteristics of reflectivity of the magnetic 
15 composite grains in accordance with the present invention 
and the reflectivity of the comparative mixed powder. 

FIG. 5 is a photograph of ■ high resolution 
transmission electron microscope showing a cross section of 
a composite magnetic particle in accordance with the 
20 present invention. 

FIG. 6 is a graph showing the frequency 
characteristic of the complex specific magnetic 
permeability of a composite magnetic particle in which the 
magnetic metal phase and the ceramic phase are unified in 
25 nano-meter level. 

FIG. 7 is a graph showing the frequency 
characteristic of the complex specific dielectric constant 
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of the composite magnetic particle in which the magnetic 
metal phase and the ceramic phase are unified in nano-meter 

level . ^7^^ Jl^^^X^ix^ *( ^ 

FIG. 81 is v a graph showing the/\ (electromagnetic wave) 

^absdtption Characteristic} of the composite magnetic 

particles in which the maqnetic metal phase and the ceramic 

phase are unified in nano-meter level^. ) ^ A^m ^ RS.9c*X^> 

FIG. 9 is a cross-sectional view showing an 

electromagnetic wave absorber in which oblate composite 

magnetic particles are oriented in a resin. 

FIG. 10 is a cross-sectional view showing a 

semiconductor integrated element which is molded in a 

package with a sealing resin mixed with the composite 

magnetic particles . 

FIG. 11 is a cross-sectional view showing a printed 

wiring board having an electromagnetic wave absorption 

layer formed of the electromagnetic wave absorber in 

accordance with the present invention. 

FIGs 12 f^(is a} cross-sectional views showing an 
(\ A 

electromagnetic wave absorption cap arranged on a printed 
wiring board so as to enclose a semiconductor element of a 
noise source. , ... 6 

FIGs; 13 A(xs a\ cross-sectional views' showing an 
/\ ,vx — -J A 

electronic equipment casing formed of the electromagnetic 
wave absorber in accordance with the present invention • 

FIG. 14 is a cross-sectional view showing an optical 
sending module which is completely sealed with a resin 

C*y^jff^-**^ oj c^-^ir^tx t^K^y^EZA. fU>^j>zjL+* laA^A ^e^ ^yv^ C^ cxs-J itA^ 
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mixture containing the composite magnetic particles, and ^ 
the outside is further covered with a metal casing. 

FIG. 15 is a cross-sectional view showing the optical 
sending module of which the metal casing is removed. 
5 FIG. 16 is a cross-sectional view showing an optical 

sending module of two-layer structure in which only the 
wiring portion is sealed with an insulation resin not 
containing the composite magnetic particles , and the 
outside of the insulation resin is sealed with a resin 
10 mixture containing the composite magnetic particles. 

FIG. 17 is a {plan viewj^snowing a first form of an 
(optical sending and receiving module of the] optical sending 

and receiving module. ^J^J^ jL^y^ 

FIG. 18 is a ftjcross -sectional view] showing the 

15 construction of a tollgate using an electronic toll 
collection system (ETC) in which the electromagnetic wave 
absorber in accordance with the present invention is 
arranged in the ceiling surface of the gate roof and 
columns . ft 

20 FIG. 19 is a ^cross-sectional view} ^ showing an 

electromagnetic wave absorber having a multi-layer 
structure in accordance with the present invention. 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 
25 (Embodiment 1) ft 

A mixed powder^of Fe powder of 50 vol% having^ grain 
size of 1 to 5 JUL m and Si0 2 powder of 50 vol% having an 
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average grain size of 0.3 JUL m> and balls made of SUS410 
(diameter: 9.5 mm) with a weight ratio of the powders to 
the balls = 1 to 80 were put into a pot made of stainless 
steel {together], and the pot was filled with argon .gas, and 
5 MA (mechanical alloying) treatment was performed (witT^ 
rotation speed of 200 rpm for 100 hours. The composite 
magnetic particles after the MA was of indefinite shape^ 
having complicated shapes, and the average particle size 
was several tens //m. 

10 FIG. 1 is a JtemJ photograph of the structure obtained 

from observation of the composite magnetic particle using a 
TEM. The crystal grain size of Fe of the black portion in 
the photograph is 10 nm, and the composite magnetic 
particle has a complicated shape, and Si oxide of the white 

15 portion is formed in a network-shape so as to enclose Fe 
grains having ^grain size below 100 nm. The fine Fe grains 
having ^ grain size below 20 nm were independently formed, 
and the complicated shaped Fe grains having ^ grain size 
larger than the grain size of the fine grains were formed by 

20 gathering the fine grains. Further, the Si oxide was 
dispersed in the Fe crystal grain boundaries, and the Fe 
grains and the Si oxide were alternatively formed in an 
oblate shape. Further, the Si oxide was also formed in a 
bar-shape, and Si oxide grains having a diameter below 0.05 

25 JUL m and a length of 0.2 to 0.5 JUL m were formed with a 
density of 10 to 20 in number per 1 //m square. 

Further, after MA, annealing of the composite 
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magnetic particles was performed in a vacuum (the degree of 
vacuum: above 10" 6 Torr) at ^temperature of 500 °C for 1 hour. 
After that, the composite magnetic particles of 50 % in 
volume ratio to epoxy resin were kneaded with the epoxy 



5 resinQ and (wasj press-formed into a tablet shape, and then 
the tablets were cured by uniaxially pressing with 210 kgf 
at 180 °C. After that, the cured tablets were finished in a 
toroidal shape of 7-0.05 mm outer diameter, 3.04+0.06 mm 
inner diameter, 2mm and 4mm thickness. 

10 When a complex specific dielectric constant and a 

complex specific magnetic permeability of the sample were 
measured using a measurement system composed of a network 
analyzer (a product of HP: 8720C) and a coaxial waveguide, 
after calibrating so that the magnetic permeability and the 

15 dielectric constant of the free space might become 1, the 
sample was inserted into the coaxial waveguide to measure 
two parameters Sll and S21 using two ports, and then the 
complex specific dielectric constant and the complex 
specific magnetic permeability were calculated from the 

20 measured parameters. 

Further, when a reflection characteristic was 
measured, after calibrating so that the reflection 
coefficient of the free space might become 0, the sample 
was inserted into the coaxial waveguide to measure a 

25 parameter Sll, and then the reflection coefficient of the 
sample was calculated from the measured parameter. The 
range of measured frequency was 50 MHz to 20 GHz. 
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In order to investigate the effect of the composite 
magnetic particles in which the insulation metal oxide 
particles were dispersed in a soft magnetic metal particle, 
measurements of complex specific magnetic permeability, 
5 complex specific dielectric constant and frequency 
characteristics of reflection coefficient were performed 
using the Fe-50vol% Si0 2 manufactured through the method of 
the present invention and a sample which was manufactured 
by performing mechanical milling treatment of Fe powder and 

10 Si0 2 powder separately under the same condition as that of 
the MA treatment and then annealing the powders, and after 
that, simply mixing the two annealed powders using a V- 
mixer and then forming the composite structure with epoxy 
resin. The {comparing) results j^are shown in FIG. 2 to FIG. 4. 

15 it can be understood from FIG. 2 that both ^of) the 

real part and the imaginary part of the complex specific 
magnetic permeability for the composite magnetic particle 
sample in the high frequency region are higher than those 
for the sample [p£^|S imply mixing the Fe powder and the Si0 2 

20 powder using the V-mixer. 

It can be understood from FIG. 3 that both (of) the 
real part and the imaginary part of the complex specific 
dielectric constant for the composite magnetic particle 
sample is slightly decreased due to the composite structure, 

25 and accordingly it is easy to adjust the impedance matching 
with the free space. 

FIG. 4 shows the frequency characteristics of the 
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r -A 

reflection coefficients in a case of (the)} sample thickness 
of 108 mm. The reflection coefficient for the composite 
magnetic particle sample is smaller, and the central 
frequency (a frequency where the reflection coefficient 
5 becomes minimum) for the composite magnetic particle sample 
exists in the lower frequency side. Further, the frequency 
band width satisfying the reflection coefficient below -10 
dB is wider in the composite magnetic particle sample. 

It can be understood from the above results that the 

10 electromagnetic absorption characteristic for the composite 
magnetic particle unified ^ the soft magnetic metal powder 
and the insulation metal oxide in the nano-meter scale is 
improved compared with that for the sample (o^ simply mixing 
the two kinds of powders. 

15 (Embodiment 2) Q 

A mixed powder j^of Fe powder having) grain size of 1 to 
5 fJL m and soft magnetic metal oxide powder of (Ni-Zn- 
Cu)Fe 2 0 4 or (Mn-Zn)Fe 2 0 4 (50 : 50 in volume ratio) having an 
average grain size of 0.7 ju m, and balls made of SUS410 

20 (diameter: 9.5 mm) with a weight ratio of the powders to 
the balls = 1 to 80 were put into a pot made of stainless 
steel (togetheB, and the pot was filled with argon gas, and 

J 

MA (mechanical alloying) treatment was performed (witfi)*^ 

A 

rotation speed of 200 rpm for 100 hours. The composite 
25 magnetic particles after the MA was of indefinite shape, 
and the average particle size was several tens //m. Further, 
the result of observing the composite magnetic particle 
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using jth^ TEM was similar to that of Embodiment 1. The 
crystal grain size of Fe was about 10 nm, and oxides 
including components of the soft magnetic metal oxide were 
finely dispersed in a network shape in the crystal grain 
boundary. Annealing of the composite magnetic particles was 
performed in a vacuum (the degree of vacuum: above 10~ 6 
Torr) at temperature of 500 °C for 1 hour. The composite 
magnetic particle showed (thej^structure similar to that of 



Embodiment 1 . 

10 In order to investigate the effect of the composite 

magnetic particles, measurements of various characteristics 
were performed using the composite magnetic particles 
according to the present invention and a sample which was 
manufactured by performing mechanical milling treatment of 

15 Fe powder and soft magnetic metal oxide powder separately 
under the same condition as that of the MA treatment and 
then annealing the powders, and after that, simply mixing 
the two annealed powders using a V-mixer and then forming 
the composite structure with epoxy resin. As (the) results of 

20 comparison, (th^ (^ef feet similar to that of Embodiment 1 was 
obtained. 
( Embodiment 3 ) , A fc / 

A powder (of))jnixing Fe powder having \ grain size of 1 
to 5 jLtm and Si powder having an average grain size of 1.0 

25 jum of 50 : 50 in volume ratio, and the same balls made of 
SUS410 as described above with a weight ratio of the 
powders to the balls = 1 to 80 were put into a pot made of 
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stainless steel [togethe^, and the pot was filled with 
oxygen gas (Ar : 0 2 = 4 : 1), and mechanical alloying (MA) 
treatment was performed [witfij jrotatxon speed of 200 rpm for 
100 hours. The composite powder after the MA was of 
5 indefinite shape, and the average particle size was 5.0 //m. 

Further, as \the)jresult of observing the composite magnetic 

<\ 

particle using {the^TEM, the crystal grain size of Fe was 
about 10 nm, and oxides including components of Si oxide 
{was) ^finely dispersed in a network shape in the crystal 

10 grain boundary. Further, as a result of an X-ray 
diffraction analysis, it was checked that there were Fe 
oxides (Fe 2 0 3 , Fe 3 0 4 ). Similarly to the method described 
above, various kinds of characteristics of the composite 
magnetic particles mixed with epoxy resin were measured. As 

15 (th^ result, [the) structure and [the} characteristics similar 
to those of the composite magnetic particles manufactured 
through the method of Embodiment 1 were obtained. 
( Embodiment 4 ) 

The particle surfaces of the composite magnetic 
20 particles obtained from Embodiments 1 to 3 were coated with 
a non-magnetic or magnetic oxide having a high electric 
resistivity. The coating method used was a surface 
oxidation method or a mechanical composition method. 

By setting the atmospheric condition at annealing in 
25 the manufacturing process of the composite magnetic 
particles to the atmosphere or an oxygen atmosphere as the 
surface oxidation method, it was checked from an X-ray 
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diffraction analysis that oxides such as Fe 3 0 4 were produced. 

On the other hand, a mechano-f us ion method using a 
kind of shearing type mill was employed as the mechanical 
composition method. In detail, the composite magnetic 
5 particles (average particle size: 10 //m) were used as the 
host particles, and Si0 2 (average particle size: 0,016 jum) 
or (Ni-Zn-Cu)Fe 2 0 4 (average particle size: 0,5 JUL m) were 
used as the guest particles. The host particles and the 
guest particles were mixed in the volume ratio of 2 : 3 , 

10 and then put into the mechano-f usion apparatus. The 
conditions of mechano-f usion were in a vacuum, rotating 
speed: 1000 rpm, and treatment time: 3 hours. As (the^Jlresult, 
it was checked from SEM observation that the surfaces of 
the composite magnetic particles were coated with/^ 

15 relatively compact oxide film of about 1.0 jjl m thickness 
formed of the guest particles. 
(Embodiment 5) * 

A mixed powder jlof Fe powder of 70 vol% having grain 
size of 1 to 5 JUL m and Si0 2 powder of 30 vol% having an 

20 average grain size of 0.3 JULva, and balls made of stainless 
steel were put into a pot made of stainless steel (togethe^, 
and the pot was filled with argon gas, and mechanical 
alloying treatment was performed. The composite magnetic 
particles after the mechanical alloying was of indefinite 

25 shape, and the average particle size was several tens /im. 
After that, annealing of the composite magnetic particles 
was performed in a vacuum (the degree of vacuum: above 10" 6 
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Torr) at^temperature of 500 °C for 1 hour. 

The method of unifying the fine crystal grains of the 
magnetic metal ( hereinafter , referred to as magnetic metal 
grains ) and the ceramic grains is not limited to the 



5 mechanical alloying method described above. For example 



the following methods are applicable. That ±Sj a method (that)/ 
an alloy powder , which is composed of a magnetic metal and 
an element having an affinity with oxygen, nitrogen and 
carbon higher than the magnetic metal and has a high 

10 content of any one of these gas elements, is fabricated 
through the atomizing method, and then the soft magnetic 
metal phase and the ceramic phase are separately produced 
by performing heat treatment of the alloy powder; and a 
method (that) j\ an alloy powder, which is composed of a 

15 magnetic metal and an element having an affinity with 
oxygen, nitrogen and carbon higher than the magnetic metal 
and has a high content of any one of these gas elements, is 
fabricated through the atomizing method, and then heat 
treatment of the alloy powder is performed in a gas 

20 atmosphere containing any one of oxygen, nitrogen and 
carbon; and a method (that^the soft magnetic metal phase and 
the ceramic phase are separately produced; and a sol-gel 
method using metal alkoxide. The manufacturing method is 
not limited to the above-described methods, but a 

25 manufacturing method capable of finally obtaining the 

composite magnetic particles composed of the magnetic metal A 
grain phase and the high electric resistivity ceramic phase^. 
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In order to increase the electric resistivity of the 
composite magnetic particle itself , it is possible that a 
high electric resistivity film^such as an oxide film or a 
nitride film^is formed on the surface of the composite 
5 magnetic particle at the same time producing the composite 
magnetic particles . 

Further , it is possible to coat the surface of the 
composite magnetic particle with a material having a higher 
electric resistivity through a mechanical unifying method , 

10 preferably through the mechano- fusion method using a kind 
of shearing type mill. In detail, the composite magnetic 
particles (average particle size: 10 >am) were used as the 
host particles, and Si0 2 (average particle size: 0.016 /lm) 
or (Ni-Zn-Cu )Fe 2 0 4 (average particle size: 0.5 ju m) were 

15 used as the guest particles. The host particles and the 
guest particles were mixed in the volume ratio of 2 : 3, 
and then put into the mechano-f usion apparatus (preferably 
in a vacuum, rotating speed: 1000 rpm, and treatment time: 
3 hours). As (the) k result , it was checked from SEM 

20 observation that the surfaces of the composite magnetic 
particles were coated with ^relatively compact oxide film of 
about 1.0 jum thickness formed of the guest particles. 

FIG. 5 is a TEM photograph of the composite magnetic 
particle annealed under a vacuum after the mechanical 

25 alloying treatment. The black portion in the photograph was 
fine crystal grains of Fe, and the crystal grain size was 
10 to 20 nm. Amorphous Si oxide existed so as to enclose 
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the fine crystal grains of Fe. 

Then, after drying and crushing treatment, the 
composite magnetic particles were press-formed into a 
tablet shape under room temperature. Further, the tablets 
5 were cured by uniaxially pressing with 210 kgf at 180 °C . 



composite body, there are the injection molding method, the 
transfer mold method and so on. When a sheet-shaped resin 
composite body is manufactured, the doctor blade method, 



10 the spin coat method, ^ the calendar roll method are 
applicable. 



These resin composite bodies were finished in a 
toroidal shape of 7-0.05 mm outer diameter, 3.04+0.06 mm 
inner diameter, 0.5 to 2mm thickness by machining and 

15 grinding. Next, in regard to the characteristic evaluation 
method, when a complex specific dielectric constant and a 
complex specific magnetic permeability of the sample were 
measured using a measurement system composed of a network 
analyzer (a product of HP: 8720C) and a coaxial waveguide, 

20 after calibrating so that the magnetic permeability and the 
dielectric constant of the free space might become 1, the 
sample was inserted into the coaxial waveguide to measure 
two parameters Sll and S21 using two ports, and then the 
complex specific dielectric constant and the complex 



25 specific magnetic permeability were calculated using a 
Nicolson-Ross, Weir method from the measured parameters. 




methods of manufacturing the resin 





Further, 



when 



a 



reflection 



characteristic 



was 
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measured, after calibrating so that the reflection 
coefficient of the free space might become 0, the sample 
was inserted into the coaxial waveguide to measure a 
parameter Sll, and then the reflection coefficient of the 
5 sample was calculated from the measured parameter. The 
range of measured frequency was 0.1 to 18 GHz. 

In order to compare the characteristics of the 
composite magnetic particles with those of single phase Fe 
particles, a sample was manufactured by separately 

10 performing mechanical milling treatment of Fe powder having ^ 
grain size of 1 to 5 jum and Si0 2 powder having an average 
grain size of 0.3 JUL m under the same condition as that of 
the mechanical alloying treatment, putting the Fe powder 
and the Si0 2 powder (of thej^volume ratio of 70 : 30 together, 

15 and sufficiently mixing using a V-mixer, and then forming 
the mixed powder annealed in the same condition as 
described above into the composite structure with epoxy 
resin through the same method as described above. The 
complex specific magnetic permeability, the complex 

20 specific dielectric constant and the frequency 
characteristics of reflection coefficient of the sample 
were measured. 

FIG. 6 to FIG. 8 show comparison of the complex 
specific magnetic permeability, the complex specific 

25 dielectric constant and the frequency characteristics of 
reflection coefficient between the composite magnetic 
particles and the single phase Fe particles. It can be 
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understood from FIG. [BJ^that both of the real part and the 
imaginary part of the complex specific magnetic 
permeability in the high frequency region for the composite 
magnetic particle sample are higher than those for the 
5 simple mixed powder of the Fe powder and the Si0 2 powder. It 
can be understood from FIG- 7 that the real part of the 
complex specific dielectric constant for the composite 
magnetic particles is larger than that of the simple mixed 
powder , and the imaginary part for the composite magnetic 

10 particles is also slightly increased. FIG. 8 (a) shows the 
frequency characteristic of reflection coefficient in a 
case where there is a metal plate on the one side of the 
electromagnetic wave absorber, and ^ the reflection 
coefficient for the composite magnetic particle is smaller. 

15 FIG. 8 (b) shows the measured results of an amount of 
electromagnetic wave ^absorption, of the electromagnetic wave 
absorber itself, and ^ the amount of electromagnetic wave 
absorption for the composite magnetic particle is larger. 

It can be understood from the above results that the 

20 electromagnetic absorption characteristic can be improved 
by unifying the soft magnetic metal grain phase and the 
high electric resistivity ceramic phase in the nano-meter 
scale. 

( Embodiment 6 ) 

25 In Embodiment 5, in cases where an alloy containing 

Ni, Co instead of Fe or containing at least one 
ferromagnetic metal among these metals, for example, 



43 



parmalloy of Fe-Ni group, sendust of Fe-Al-Si group, Fe-Ni 
alloy group, Fe-Cr alloy group, Fe-Cr-Al alloy group were 
used, and in cases where alumina (Al 2 0 3 ), Mn-Zn group 
ferrite, Ni-Zn group ferrite of spinel group as a magnetic 
5 oxide, in addition, plannar type hexagonal ferrite, 
magneto-planbite type ferrite were used instead of Si0 2 , the 
same effect could be obtained. 
(Embodiment 7) 

In order to make the shape of the composite magnetic 

10 particles after mechanical alloying treatment in Embodiment 
5 or 6 oblate, oblate composite magnetic particles having 
an aspect ratio above 2 were obtained by putting the 
composite magnetic particles into a (crasher) ^ such as a 
planetary ball mill (or an attriter)^ together with an 

15 organic solvent^ such as ethanol^ to perform wet treatment. 
After heat treatment, the oblate composite magnetic 
particles j^ere mixed with a liquid resin to [makej^ a paste 
state, Q*ndj*formed in a sheet-shape through the doctor-blade 
method in which shear force is applied to the composite 

20 magnetic particles, and then press-formed using a hot press. 
As (the)j^ result of observing a cross section of the sheet 
using a SEM, the oblate composite magnetic particles were 
orientated, as shown in FIG. 9. 

A composite compound of the oblate composite magnetic 

25 particles and a resin was manufactured in advance, and then 
injected to a metal mold using an injection molding machine. 
As (thej^result of observing a cross section of the molded 
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piece using (the)j^ SEM, the oblate composite magnetic 
particles were highly orientated, as shown in FIG. 9- In 
the case where the oblate composite magnetic particles are 
highly oriented in the resin, it was observed that the real 
parts of the complex specific magnetic permeability and the 
complex specific dielectric constant were improved compared 
to those in Embodiments 5 and 6, and the electromagnetic 
wave absorptivity was largely improved. 
( Embodiment 8 ) 

FIG . 10 is a cross-sectional view showing a 
semiconductor integrated ^ device which is sealed with a 
sealing resin mixed with the composite magnetic particles 
described in Embodiments 1 to 7 . As shown in FIG. 10, by 
molding packages with a sealing resin mixed ^ith the 
composite magnetic particles in Qi_ manufacturing process^ of 

microprocessors or LSIs, electromagnetic waves generated 

A. 

from ICs and (an) inner^ leads composing the semiconductor 
integrated (element is}^absorbed to suppress the internal 
interference. By covering the semiconductor element side of 
the sealing resin mixed with the composite magnetic 
particles with a resin [oiQjcompos it e magnetic particle free, 
it is possible to prevent electric contact with the lead. 
Electric connection between the ICs and the externals is 
performed by solder balls 7 through the printed wiring 
board 9. The leads 8 are made of any one of Au, Cu or Al 
wire. 

( Embodiment 9 ) 
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FIG. 11 is a cross-sectional view showing a printed 
wiring board having an electromagnetic wave absorption 
layer formed of the electromagnetic wave absorber described 
(lit) y Embodiments 1 to 7 . In a printed wiring board having a 
5 wiring circuit 13 in an insulation board 9, a paint 
comprising the electromagnetic wave absorber composed of 
the composite magnetic particles and a material having an 
electric resistivity higher than that of the composite 
magnetic particle* is directly applied^or a film gormedj^the 

ass |/<yw*^ ^ 

10 paint £ into a sheet-shape is attached onto a part or the 
whole of an insulation layer 10 on the surface of the 
insulation board 9 having a wiring circuit 13 formed 
thereon and the opposite surface of the insulation board 9 
not having the wiring circuit to form an electromagnetic 

15 wave absorption layer. Thereby, occurrence of noises, such 
as^a cross-talk phenomenon^ due to electromagnetic waves 
generated from the printed wiring circuit board^ can be 
suppressed. Further, by arranging a conductive layer 
outside each of the electromagnetic wave absorption layers, 

20 the electromagnetic wave absorptivity can be improved, and 

the shielding effect fbdw electromagnetic waves from the 

A 

outside can be improved. 
( Embodiment 10) 

FI(£. 12 a fis a) cross-sectional views showing an 
25 electromagnetic wave absorption cap arranged on a printed 
wiring board so as to enclose a semiconductor element of a 
noise source. The electromagnetic wave absorption cap in 
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accordance with the present invention is arranged on a 

printed wiring board so as to enclose semiconductor 

elements fo£) ^noise sources v such as a microprocessor, a 

system LSI etc. FIG. 12 (a) (is)j\ a case where the 

5 electromagnetic wave absorption layer in accordance with 

the present invention is arranged on the inner surface of 

the metal cap, and electromagnetic waves from the outside 

can be shielded and electromagnetic waves emitted from the 

inside can be absorbed. FIG. 12 (b) (Is)/\a case where a cap 

10 molded by injection molding of the electromagnetic wave 

absorber in accordance with the present invention is used. 

By mounting the cap, the electromagnetic waves emitted from 

A 

the semiconductor element can be efficiently absorbed to 
suppress the internal interference. 

15 (Embodiment 11) 

FIGfc. 15 \ Qs a J cross-sectional views showing an 
electronic equipment casing formed of the electromagnetic 
wave absorber in accordance with the present invention. FIG. 
13 (a) (Is^a case where the electromagnetic wave absorption 

20 layer in accordance with the present invention is applied 
onto the inner surface of a metal casing for electronic 
equipment^ or the electromagnetic wave absorption layer 
formed through injection molding is arranged on the inner 
surface. FIG. 13 (b) (i^)^a case where the electronic 

25 equipment casing is molded by injection molding of the 
electromagnetic wave absorber in accordance with the 
present invention. By adding the function of absorbing 
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electromagnetic waves to the electronic equipment casing as 
described above, electromagnetic wave interference inside 
the electronic device can be suppressed. 
( Embodiment 12) 

5 FIG. 14 is a view showing the construction of an 

optical sending module in accordance with the present 
invention. The optical sending module 21 comprises an 
optical fiber 25, an optical guide path 29, an LD 26, a 
sending circuit 27, a circuit board 28 etc. The sending 

10 circuit 27 is composed of an LD driver for driving the LD 
26 of a laser diode, a laser output control part, a flip- 
flop circuit and so on. ActuajLly, there are a lead frame, 
wiring and so on, but (therej^are not shown in the figure. In 
the present embodiment, the optical sending module is 

15 perfectly sealed by putting it into a mold, by pouring the 
resin mixture containing the composite magnetic particles 
described Embodiments 1 to 7 into the mold, and by curing 
the resin mixture. Further, the outside of the molded 
optical sending module is covered with a metal casing 30. 

20 By doing so, the elements and the board can be protected 

from water and gas, and at the same time electromagnetic 

waves can be absorbed and shielded i to suppress noise 
K 

interference inside the sending module, and emission of 
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electromagnetic waves outside the module can be completely 
prevented. ^ 

The (mea Incasing 30 is not always necessary. Therefore, 
as shown in FIG. 15, the module may be only sealed with the 
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resin mixture. This structure is inferior to the above case 

covered with the metal casing in absorption and shielding 

effects of electromagnetic wave^ but has an advantage of 

A 

low cost. 

5 Further, short circuiting between the wires can be 

prevented by coating the surfaces of the composite magnetic 

r ^ 

particles with insulation. As [theJA method of coating 
insulation, there are a method (that) y a film having an 
electric resistivity^ such as an oxide film or a nitride 

10 film^ is formed on the surface of the composite magnetic 
particle by heat treatment in an atmosphere; a chemical 
film forming method using a coupling treatment agent of 
silane group, alkylate group or titanate group, or a 
magnesium phosphate-borate insulation treatment agent; and 

15 a mechanical film forming method^ (that] the surface of the 
composite magnetic particle is coated with a material 
having a higher electric resistivity through the mechano- 
fusion method using a kind of shearing type mill. 

Further, a more reliable method of preventing short a 

20 circuiting between the wires is a two-layer structure (that)^ 
only the wiring portions are sealed with an insulating 
resin not containing the composite magnetic particles, and 
then [sealed thereon with} the resin mixture containing the 
composite magnetic particle^, as shown in FIG. 16. 

25 The particle size of the composite magnetic particle^ 

is preferably below 4 0 JUL m (lri)/taking the fluidity of the 
resin mixture into consideration^though the size depends on 
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the composition of the composite magnetic particle. The 

shape of the composite magnetic particle? may be spherical 

K 

or oblate. The filling amount of the composite magnetic 

particles to the resin is preferably below 60 vol% from the 

5 viewpoint of securing the fluidity of the resin mixture. 

The usable resirtf, in addition to epoxy group resin commonly 

K 

used as sealing resin of electronic equipment f are 

polyester group resins; polyvinyl chloride group resins; 

polyvinyl butylal resin; polyurethane resin; cellulose 
10 group resins; copolymer of these resins; epoxy resin; 

phenol resin; amide group resins; imide group resins; 

nylon; acrylic resin; synthetic rubber; and so on. 

Although the present embodiment has been described (on) ^ 

the LD 26 and the sending circuit 27, an optical receiving 
15 module may be similarly constructed by replacing these by A 

PD and receiving circuit. 

(Embodiment 13) 

FIG. 17 is a [plan view)x sh owing a first form of an 

^optical sending and receiving module of the] optical sending 
20 and receiving module. The optical sending and receiving 

module 23 comprises K(a) f unction<^Loth (of) the optical sending 

module and the optical receiving module described above. 

The optical sending portion comprises an optical fiber 25, 

an optical guide path 29 , an LD 26, a sending circuit 27, a 
25 circuit board 28 and so on. The sending circuit comprises 

an LD driver for driving a laser, a laser output control 

portion, a flip-flop circuit and so on. The optical 
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receiving portion comprises an optical fiber 25, an optical 
guide path 29, a PD 35, a receiving circuit 36, a circuit 
board 28 and so on. The receiving circuit comprises a PRE 
IC having a pre-amplifying function, a CDR LSI composed of 
5 a clock extraction portion and an equivalent amplifier , an 
SAW of a narrow band filter, an APD bias control circuit 
and so on. Actually, there are a lead frame, wiring and so 
on, but |there)iare not shown in the figure. 

In the sending and receiving module integrating the 

10 sending module and the receiving module, the internal noise 
interference due to noise ^sending and receiving between the 
optical sending portion and the optical receiving portion 
particularly becomes a problem, as described above. 

In the present embodiment, the arrangement of the 

15 electromagnetic wave absorber can be constructed similarly 
to that of Embodiment 12, as shown in FIG. 14 to FIG. 16. 

In a conventional optical sending and receiving 
module, noise interference is prevented by arranging a 
shield plate made of a metal between the sending portion 

20 and the receiving portion, or by (containing} ^each of the 
modules into a package made of a metal to form a separate 
sending module and a separate receiving module. However, 
such a module has problems ^that the whole module becomes 
large in size and heavy in weight, and^ in addition^ the cost 

25 can not be lowered because of use of the high cost metal 
package. By employing the structure of the present 
invention, the noise interference inside the module can be 
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prevented, and the module can be made small in size, light 
in weigh and low in cost. 

Further, according to the present embodiment, it is 
possible to provide an optical sending module, an optical 
5 receiving module or an optical sending and receiving module 
having both Jofj an optical sending portion and an optical 
receiving portion* which are capable of being used in a high 
speed communication network, and j^can suppress internal 
noise interference and noise emission to the outside, and 

10 can be made small in size, light in weight, high in 
processing speed and high in sensitivity* 
(Embodiment 14) Juouj^*^ 

FIG. 18 is a (cross-sectional view) ^ showing the 
construction of a tollgate (to) ^ which an electronic toll 

15 collection system (hereinafter, referred to as ETC^. The 
ETC is capable of sending and receiving information between 
a road side communication unit and an in-car unit mounted 
on a vehicle passing through the tollgate. , 

As shown in FIG 18, electromagnetic waves lg£}i frequency 

20 of 5.8 GHz [loused among an entrance portion antenna 40, an 
exit portion antenna 41 and the in-car unit 41 to exchange 
information necessary for paying and receiving^ toll. The 
spread of the electromagnetic waves sent from the exit 
portion antenna 41 (direct wave 46) becomes wider due to an 

25 electromagnetic wave multi-reflection phenomenon with the 
road surface 43 and the ceiling 44 of the gate roof 43 or 
columns 45. Thereby, as shown in FIG. 18, it can be 
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(predicted to cause} ^ an erroneous operation / due to 
electromagnetic wave disturbance \ such as a problem of 

u 

interference [tq^ a vehicle in the adjacent lane and a 
problem of distinction between vehicles / that the 
electromagnetic waves (sent) J from the exit portion antenna 41 
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(direct wave 46)*JI^ sent to the in-car unit of the vehicle 
A48[^ andj^at the same tim^jthe) reflected wave 47 reflected 
by the roar surface 43(is)£sent to an in-car unit 4 2 of the 
following vehicle B48. Therefore , the above problem can be 
10 solved by arranging the electromagnetic wave absorbers 
containing the composite magnetic particles in the ceiling 
surface of the gate roof 44 and the columns to absorb the 
reflected wave. 

A conventional electromagnetic wave absorber for ETC 
15 is of an integrated type, and the thickness is as thick as 
several tens cm. Therefore, it is difficult to attach it 
onto a portion having a complex shape. Accordingly , 
development of an electromagnetic wave absorber^ of a paint 
(typ^) or a soft and thin ^ is required. The electromagnetic 
20 wave absorber 49 is made of (th€^ res in mixture containing 
the composite magnetic particles^] and can be formed into a 
paint (type) or a soft sheet (type] depending on selection of 
the resin. Further , the composite magnetic particles are 
excellent particularly in the electromagnetic wave 
25 characteristics in the high frequency region above 5 GHz 
compared to the conventional soft magnetic metal particles. 
Therefore, these problems can be solved by the 
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electromagnetic wave absorber in accordance with the 
present invention . 

The electromagnetic wave absorber 4 9 using ^ resin 
mixture containing (the) composite magnetic particles may be 
5 formed in a single layer structure. However, in order to 
improve the oblique incident characteristic, it is more 
ef fective^(to be) formed in a multi-layer structure in which 
the impedance of the electromagnetic wave absorber to the 
incident wave 50 is gradually decreased from the wave 

c 

10 incident surface toward the side of the metal layer of A 
perfect reflector. In detail, the complex specific magnetic 
permeability and the complex specific dielectric constant 
are gradually decreased from the wave incident surface 
toward the side of the metal layer 51. In order to do so, 

15 the filling amount of the composite magnetic particles of 
the same composition to the resin is varied, or the 
composition of the composite magnetic particles in the 
resin is varied. Therein, the metal layer is not necessary 
when the attached surface is made of a metal. In FIG. 19, 

20 the electromagnetic wave absorber 49 is composed of three 
layers . 

The particle size of the composite magnetic particle 
is preferably below 40 JUL m (iri^taking the fluidity of the 
resin mixture into consideration^ though the size depends on 
25 the composition of the composite magnetic particle. The 
shape of the composite magnetic particle may be spherical 
or oblate, (anctj^particularly (np€)y^imited. The filling amount 
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of the composite magnetic particlesjl to the resin for each 
layer is preferably 60 vol% at maximum from the viewpoint 
of securing the fluidity of the resin mixture. The usable 
resin may be any insulation polymer, and the resins 
described in Embodiment 12 are preferable. 
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What is claimed is: 

1. An electromagnetic wave absorber comprising composite 
magnetic particles having a grain size smaller than 10/zm in 
which magnetic metal grains and ceramic are unified. 
5 2. An electromagnetic wave absorber comprising composite 
magnetic particles in which a plurality of fine magnetic 
metal grains and ceramic are unified by enclosing said 
plurality of fine magnetic metal grains with said ceramic. 

3. An electromagnetic wave absorber comprising composite 
10 magnetic particles in which magnetic metal grains and a 

plurality of ceramic grains are unified by embedding the 
ceramic grains into the magnetic metal grains. 

4. An electromagnetic wave absorber according to any one 
of claim 1 to claim 3 , wherein said magnetic metal is at 

15 least one kind of metal or alloy selected from the group 
consisting of iron, cobalt and nickel, and said ceramic is 
at least one kind of ceramic selected from the group 
consisting of oxide, nitride and carbide of iron, aluminum, 
silicon, titanium, barium, manganese, zinc, magnesium, 

20 cobalt and nickel. 

5. An electromagnetic wave absorber according to any one 
of claim 1 to claim 4, wherein the magnetic metal grain and 
ceramic are unified by bonding the ceramic onto the surface 
of the composite magnetic particle. 

25 6. An electromagnetic wave absorber according to any one 
of claim 1 to claim jjl>), wherein said composite magnetic 
particles have an average crystal grain size smaller than 
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50 nm. 

7. An electromagnetic wave absorber, wherein said 

composite magnetic particles described in any one of claim 

if 

1 to claim (6^ are dispersed in a material having an electric 
5 resistivity higher than an electric resistivity of said 
composite magnetic particles. 

8* An electromagnetic wave absorber according to claim 7, 
wherein said material having a high electric resistivity is 
any one of a resin, an insulation polymer paint and a 
10 ceramic sintered material. 

9. A method of manufacturing an electromagnetic wave 
absorber, wherein composite magnetic particles, in which 
magnetic metal grains and ceramic are unified, are formed 
through a mechanical alloying method of a magnetic metal 

15 powder and a ceramic powder. 

10. A method of manufacturing an electromagnetic wave 
absorber, wherein composite magnetic particles, in which 
magnetic metal grains and ceramic are mixed and unified, 
are formed by a mechanical alloying method of a composite 

20 powder containing a magnetic metal powder and a ceramic 
powder using metallic balls or ceramic balls, size of said 
ball being larger than grain size of the metallic powder, a 
volumetric amount of said balls being larger than a 
volumetric amount of said composite powder. 

25 11. A composite member comprising composite magnetic 
particles in which magnetic metal particles and ceramic are 
unified. 
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12. A composite member formed by compounding composite 
magnetic particles , in which magnetic metal grains and 
ceramics are unified , and a material having an electric 
resistivity higher than an electric resistivity of the 

5 composite magnetic particle. 

13. A electromagnetic wave absorber formed by compounding 
composite magnetic particles , in which magnetic metal 
grains and ceramics are unified, and at least one kind of 
material selected from the group consisting of a resin 

10 having an electric resistivity higher than an electric 
resistivity of the composite magnetic particle alumina and 
silica. 

14. A electromagnetic wave absorber according to any one 
of claims 1 to^[8], 12 and 13, wherein a volume ratio of said 

15 ceramic to the composite magnetic particle is 10 to 75 %, 
and said ceramic is embedded in said magnetic metal grains. 

15. A electromagnetic wave absorber according to any one 
of claims 1 to;^8 and] 12j(tp 14), wherein an average crystal 
grain size of said composite magnetic particle is smaller 

20 than 50 nm. 

16. A electromaqnetic wave absorber according to any one 
of claims 1 toj(8 and) 12 /(to 15), wherein the surface of said 
composite magnetic particle is coated with a material 
having an electric resistivity higher than an electric 

25 resistivity of said composite magnetic particle. 

17. A electromaqnetic wave absorber according to any one 
of claims 1 to^[8 and] 12^{to lj, wherein said composite 
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magnetic particle has an aspect ratio larger than 2, and 
has an oblate shape. 

18* A electromagnetic wave absorber according to any one 
of claims 1 to^ (8 and] 12 ^[to 1^, wherein said composite 
5 magnetic particles are uniformly dispersed in said material 
having the high electric resistivity. 

19. A electromaqnetic wave absorber according to any one 
of claims 1 to ^Jj$ and) 12 ^(to 18), wherein said oblate 
composite magnetic particles are oriented in one direction 

10 in said material having the high electric resistivity. 

20. A electromagnetic wave absorber according to any one 
of claims 12^jto 1$}, wherein said material having the high 
electric resistivity is a polymer material or a ceramic 
sintered material. 

15 21. A semiconductor device in which a semiconductor 
element mounted on a printed wiring board is sealed with a 
resin containing an electromagnetic wave absorber, wherein 
said resin in the side of said element is covered with a 
resin free from said electromagnetic wave absorber. 

20 22. A printed wiring board comprising a wiring circuit on 
an insulation board, and said circuit is covered with an 
insulation layer, wherein layers comprising an 
electromagnetic wave absorber are formed on a surface of 
said insulation board opposite to the surface having said 

25 wiring circuit formed and on said insulation layer. 

23. A semiconductor device, wherein a semiconductor 
element mounted on a printed wiring board is covered with a 
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ABSTRACT OF THE DISCLOSURE 



An object of the present invention is to provide an 
electromagnetic wave absorber which is excellent in the 
electromagnetic wave absorbing characteristics in the high 
frequency range above 1 GHz , and to provide a method of 
manufacturing the electromagnetic wave absorber and 



^agpliances using the electromagnetic wave absorber.^. — — — - 

An electromagnetic wave absorber and a composite 
member (in a^rd^nce with the present invention^ are 
10 characterized by /that magnetic metal grains are covered 
with ceramic above 20 volume % . Further, a method of 
manufacturing the electromagnetic a^|rjer and the 
composite member is characterized by it that composite 
magnetic particles, in which a plurality of magnetic metal 
15 grains and ceramic are unified, are formed through (th§) J 
mechanical alloying method [o£^)a composite powder composed 
of magnetic metal powder and ceramic powder* j*^> / fl 

V (Further,] the (present 'invention exists] ^ in a 
semiconductor device, an optical sending module, an optical 
20 receiving module, an optical sending and receiving module, 
an automatic tollgate [preventingj^erroneous operation due to 
electromagnetic wave disturbance ^ (whichj I use $J the 
electromagnetic wave absorber. 



